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DETAILED ACTION 
Continued Examination Under 37 CFR 1.114 

1 . A request for continued examination under 37 CFR 1.114, including the fee set forth in 
37 CFR 1.17(e), was filed in this application after final rejection. Since this application is 
eligible for continued examination under 37 CFR 1.114, and the fee set forth in 37 CFR 1.17(e) 
has been timely paid, the finality of the previous Office action has been withdrawn pursuant to 
37 CFR 1.1 14. Applicant's submission filed on 1 1/21/2005 has been entered. 

Claim Rejections - 35 USC §103 

2. The following is a quotation of 35 U.S.C. 103(a) which forms the basis for all 
obviousness rejections set forth in this Office action: 

(a) A patent may not be obtained though the invention is not identically disclosed or described as set forth in 
section 102 of this title, if the differences between the subject matter sought to be patented and the prior art are 
such that the subject matter as a whole would have been obvious at the time the invention was made to a person 
having ordinary skill in the art to which said subject matter pertains. Patentability shall not be negatived by the 
manner in which the invention was made. 

3. Claims 1, 3, and 6-12 are rejected under 35 U.S.C. 103(a) as being unpatentable over 
Hallock et al (6,582,891 or 6,709,807) in view of Verhaverbeke (2004/0198066). 

Hallock et al disclose a process for reducing roughness from a surface of a patterned 
photoresist. The process includes exposing a substrate having the patterned photoresist thereon to 
a vapor, wherein the vapor penetrates into and/or reacts with the surface of the photoresist. The 
substrate having the patterned photoresist thereon is then heated to a temperature and for a time 
sufficient to cause the surface of the photoresist to flow and/or react with the vapor wherein the 
surface roughness decreases. Optionally, the substrate is exposed to radiation during the process 
to increase the etch resistance of the photoresist and/or facilitate the reaction of the vapor with 
the surface of the photoresist. There exists a need for a process for reducing the degree of edge 
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roughness in patterned resist features without significantly affecting the critical dimensions of 
the feature. It is desirable that the process be extendable to those photoresists used to pattern 
features less than 250 nm, i.e., photoresists optimized and sensitive for exposure to activating 
radiation at wavelengths of 248 nm, 193 nm, 157 nm and the like. Moreover, it is desirable that 
the process be amenable to reducing edge roughness in positive tone photoresists as well as 
negative tone photoresists. Importantly, the process should be economical, easily implemented 
and not dependent upon the source or causal factors of the edge roughness. Optionally, the 
process further includes exposing the photoresist to activating radiation for a time and energy 
sufficient to increase an etching resistance of the photoresist prior to, simultaneous with or 
subsequent to exposing the photoresist to the vapor. The radiation that is used to expose the 
photoresist has a wavelength in the ultraviolet range, x-ray range or includes electrons generated 
from an electron beam, or the like. The vapor can be selected from a material that is reactive or 
nonreactive during the process. Preferably, the vapor is generated from a material with a boiling 
point less than about 200 degrees C at standard atmospheric conditions. Examples of suitable 
non-reactive vapors include ketones and esters such as acetone, methyl ethyl ketone, butyl 
acetate, ethyl lactate and propylene glycol methyl ether acetate. In another embodiment, the 
process for reducing edge roughness includes exposing a substrate having a patterned photoresist 
thereon to a reactive vapor. The reactive vapor diffuses into the surface of the photoresist and 
lowers the glass transition temperature at the surface exposed to the vapor! The substrate is 
heated to a temperature and for a time sufficient to cause the surface of the photoresist to flow 
wherein-the surface roughness decreases. During the process, the patterned photoresist is 
exposed to an activating radiation prior to, simultaneous with or subsequent to exposing the 
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substrate to the vapor wherein the activating energy reacts with the photoresist to generate a 
compound. The vapor reacts with the compound and adds mass to the photoresist. The 
compound is reactive with the vapor and is preferably, a free radical, a photoacid generator, a 
photobase generator, or the like. The vapor may be reactive or nonreactive with the photoresist 
depending on the choice of material selected to generate the vapor. In the case of a non-reactive 
vapor, the vapor penetrates into the surface of the photoresist and is believed to lower the glass 
transition temperature (Tg) at the surface of the photoresist such that the surface Tg is lower than 
a glass transition temperature for a bulk of the photoresist. That is, the surface Tg is lower than 
the Tg for the photoresist that was not exposed to any vapor. Subsequent heating of the 
photoresist at a temperature at or above the surface Tg causes the surface of the photoresist to 
flow and smooth out the surface irregularities. The flow of the photoresist can be controlled on a 
microscopic scale based on the parameters and materials selected for the process. That is, the 
depth of penetration of the solvent in the surface of the photoresist can be controlled and limited 
to the depth of the surface of irregularities such that subsequent flow of the exposed areas 
renders the surface smooth. It is preferred that the temperatures selected for selectively flowing 
the photoresist surface are below the Tg of the bulk photoresist or are for a time such that flow of 
the bulk photoresist is minimal and does not deleteriously affect the targeted critical dimension 
of the photoresist feature. The temperature used for heating the photoresist surface may be 
constant or variable. Typically, the temperatures used for flowing the photoresist surface are 
from about 20 degrees C to about 250 degrees C. The total time and temperature used is 
dependent on the photoresist thermal properties and the determination thereof is well within the 
skill of those in the art to optimize. The particular components of the non-reactive vapor are 
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selected by their ability to form a vapor at vapor forming conditions and their ability to penetrate 
into the surface of the photoresist. Accordingly, the vapor can be a single material or a mixture 
generated from a solid, liquid or gas. Preferably, the vapor is a solvent or co-solvent for the 
polymer used in the photoresist. However, in some cases, it is desirable and advantageous to 
employ a material with which at least one of the components in the photoresist is only marginally 
soluble or miscible. It has been found that this will help control the extent of vapor penetration 
and subsequent plasticization. The solid, liquid and/or gas materials are exposed to a temperature 
and/or pressure sufficient to maintain the selected material in its vapor phase. The range of vapor 
pressures suitable for use in the present invention is in a range from about 1 atm to about 760 
atm. In practice, preferred materials are liquids with a boiling point less than 200.degree. C. at 
standard atmospheric pressure. Examples of suitable solvents for forming the vapor include, but 
are not limited to, ketones such as acetone, methyl ethyl ketone, and esters such as butyl acetate, 
ethyl lactate and propylene glycol methyl ether acetate. Other materials suitable for use in the 
present invention will be apparent to one skilled in the art in view of this disclosure. Exposure to 
the vapor may be limited by time and/or by concentration (vapor pressure). The effect of such 
permeation and penetration into the surface of the photoresist will be to selectively lower the Tg 
at the surface via a plasticization of the polymer chains. Solvent plasticization is a well-known 
phenomena known to those skilled in the art to lower the Tg of polymers. This in turn will allow 
the polymer chains to flow in the vapor-permeated region at a lower temperature than that of the 
bulk resist. 

Hallock et al fails to teach the use of a supercritical fluid after development. 
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Verhaverbeke teaches to add a step of using a supercritical fluid to dry the surface of the 
substrate/ pattern after development. The supercritical fluid includes, but are not limited to, 
carbon dioxide, xenon, argon, helium, krypton, nitrogen, methane, ethane, propane, pentane, 
ethylene, methanol, ethanol, isopropanol, isobutanol, cyclohexanol, ammonia, nitrous oxide, 
oxygen, silicon hexafluoride, methyl fluoride, chlorotrifluoromethane, water, and combinations 
thereof. Furthermore Supercritical fluids and/or dense fluids, such as carbon dioxide, may be 
used to advantage in processing a variety of materials used in semiconductor applications. For 
example, supercritical fluids and/or dense fluids are useful in processing of porous low-k 
materials. Examples of porous low-k materials include organosilanes or organosiloxanes, such as 
Black Diamond.TM., available from Applied Materials, Inc. of Santa Clara, Calif.; organo- 
silicate-glass (OSG); tetraethylorthosilicate (TEOS); methylsilsesquioxane (MSQ); hydrido 
silsesquioxane (HSQ); MSQ-HSQ copolymers; silsesquioxane HOSP; other Si-containing 
material; other porous polymers; and any other suitable material. Preferably, the porous low-k 
materials comprise an organosilanes or organosiloxanes. Depending on the application, other 
optional components, such as co-solvents, surfactants, chelating agents, reactants, and 
combinations thereof, may be used in conjunction with the supercritical fluid and/or dense fluid. 
Examples of co-solvents include, but are not limited to, alcohols, halogenated solvents, esters, 
ethers, ketones, amines, amides, aromatics, aliphatic hydrocarbons, olefins, synthetic and natural 
hydrocarbons, organosilicones, alkyl pyrrolidones, paraffins, petroleum-based solvents, other 
suitable solvents, and mixtures thereof. The co-solvents may be miscible or immiscible with the 
supercritical fluid and/or dense fluid. Examples of chelating agents include, but are not limited 
to, chelating agent containing one or more amine or amide groups, such as 
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ethylenediaminetetraacetic acid (EDTA), ethylenediaminedihyroxyphenylacetic acid (EDDHA), 
ethylenediamine, or methyl-formamide or other organic acids, such as iminodiacetic acid or 
oxalic acid. The term "surfactants" as used herein includes compounds have one or more polar 
groups and one or more non-polar groups. It is believed that the surfactants help alter the 
interfacial characteristics of the supercritical fluid and/or dense fluid. Examples of reactants 
include, but are not limited to silicon-containing compounds, oxidizing agents, carbon- 
containing compounds, other reactants, and combinations thereof. These are listed as plasticizers 
in the instant specification. 

Given the teachings of the references, it would have been obvious to one of ordinary skill 
in the art to prepare the material of Hallock et al choosing to dry the pattern/ substrate post 
development of Verhaverbeke with reasonable expectation of achieving a pattern having reduced 
line edge roughness. 

Any inquiry concerning this communication or earlier communications from the 
examiner should be directed to Amanda C. Walke whose telephone number is 571-272-1337. 
The examiner can normally be reached on M-R 5:30-4. 

If attempts to reach the examiner by telephone are unsuccessful, the examiner's 
supervisor, Cynthia Kelly can be reached on 571-272-1526. The fax phone number for the 
organization where this application or proceeding is assigned is 571-273-8300. 
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Information regarding the status of an application may be obtained from the Patent 
Application Information Retrieval (PAIR) system. Status information for published applications 
may be obtained from either Private PAIR or Public PAIR. Status information for unpublished 
applications is available through Private PAIR only. For more information about the PAIR 
system, see http://pair-direct.uspto.gov. Should you have questions on access to the Private PAIR 
system, contact the Electronic Business Center (EBC) at 866-217-9197 (toll-free). 
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